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CHAPTER  VIII
RESULTS AND CRITICISMS OF THE EXPERIMENTS
OF THE DUTCH COMMISSION. FINAL REPORT
OF OCTOBER 5, 1909
LITERAL TRANSLATION OF THE ESSENTIAL PARTS
ii. FOR the examination of the paintwork, the Com-
mission made a test with a scrubbing-brush, cleaning a
part of the painted surface with a soft sponge, moistened
in clean water, to remove previously all dust and other
filth. The surface so cleansed was then scrubbed
several times, with a rather hard, wet, flat brush, which
was then shaken afterwards above clear water ; if the
paint gave itself up, more or less to the scrubbing with
the wet brush, that was immediately shown by more
or less dark shades of colour produced in the water
where the brush was shaken. The purity and the limpidity
of the water showed, on the other hand, that the paint
was very adherent, and had not weakened.
12. The paintwork at the Palace of Justice of
Amsterdam was executed in May and June 1904.
During the succeeding quarterly inspections, by the whole
of the Commission, it was soon seen, that the surfaces